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(54) Tide: METAL CATALYZED SYNTHESIS OF HYPERBRANCHED ETHYLENE AND/OR a-OLEFIN POLYMERS 
(57) Abstract 

Oily hypcrbranchcd polymers derived from ethylene, propylene, butene and/or a C5-C24 cr-olcfin, and a method for their synthesis, 
are disclosed. The polymers have non-rcgular microstructures and are characterized by a ratio (R) of methyl hydrogens centered around 
0 85 ppm on the IH-NMR spectra of the polymers relative to total aliphatic hydrogens of from about 0.40 to about 0.65 for polymers 
derived from ethylene or butene, and a ratio (R) of from greater than 0.50 to about 0.65 for polymers derived from propylene. A method 
for grafting hyperbranched polymers derived from ethylene, propylene, butene and/or a C5-C24 or-olefin onto aromatic rings in organic 
molecules and polymers, and the resulting grafted materials, are also disclosed. The hyperbranched polymers and grafted materials are 
useiiil, for example, as lubricants and lubricant additives. 
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METAL CATALYZED SYNTHESIS OF HYPERBRANCHED ETHYLENE AND/OR 

a-OLEFIN POLYMERS 



This invention was developed under grant No, DE-FG02- 
84ER13295 from the U.S. Department of Energy 

RELATED APPLICATIONS 

This application is based on U.S. Provisional 
Application No. 60/037,209, filed 02/05/97, and entitled 
METAL CATALYZED SYNTHESIS OF NOVEL HYPERBRANCHED HYDROCARBON 
POLYMERS FROM ETHYLENE AND a-OLEFIN POLYMERS. 

FIELD OF THE INVENTION 

This invention relates to hyperbranched polymers that 
are synthesized from ethylene, propylene, butene and/or C5- 
C24 a-olefins, and to a method for their synthesis- The 
polymers are viscous oils having a non-regular 
microstructure. The ethylene polymers and the butene 
polymers are characterized by a ratio (SR) of methyl 
hydrogens centered around 0.85 ppm in ^H-NMR spectra 
relative to the total aliphatic hydrogens of from about 0.40 
to about 0.65, while the propylene polymers are 
characterized by a ratio (91) of methyl hydrogens centered 
around 0.85 ppm in ^H-NMR spectra relative to the total 
aliphatic hydrogens of from greater than 0.50 to about 0.65. 
This invention also relates to a method for grafting 
hyperbranched polymers onto aromatic rings in organic 
molecules and polymers, and to the resulting grafted 
materials. The hyperbranched polymers and the grafted 
materials of this invention are useful, for example, as 
lubricants and lubricant additives. 



BACKGROUND OF THE INVENTION 

The polymerization of ethylene, propylene and a- 
olefins by transition metal catalysts leads principally to 
the formation of linear polymers. However, in a recent 
international application published under the Patent 
Cooperation Treaty (PCT Application No. WO 96/23010), it has 
been disclosed that polymers having a moderate degree of 
branching can be synthesized by using palladium and nickel 
catalysts incorporating very bulky chelating a-diimine 
bidentate ligands. The PCT application discloses, for 
example, polyolefins having about 80 to about 150 branches 
per 1000 methylene groups, wherein for every 100 branches 
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that are methyl branches, there are about 30 to about 90 
ethyl branches, about 4 to about 20 propyl branches, about 
15 to about 50 butyl branches, about 3 to about 15 amyl 
branches, and about 30 to about 140 hexyl or longer 
branches. The olefin polymers described in the PCT 
application are said to be useful- as elastomers, molding 
resins, in adhesives, etc. Polymers containing monomer 
units derived other than from olefins are also disclosed in 
the PCT application; and polymers which contain olefin and 
olefinic ester monomer units, particularly copolymers of 
ethylene and methyl methacrylate and/or other acrylic 
esters, are said to be useful as viscosity modifiers for 
lubricating oils. The basis for the above PCT Application 
is believed to be an article by Johnson et al, published in 
the Journal of the American Chemical Society {New Pd(II)~ 
and Ni (II) -Based Catalysts for Polymerization of Ethylene 
and a-Olefins, J. Am. Chem. Soc. 1995, 117, 6414-6415) . 

Another recent international patent application (PCT 
Application No. WO 97/02298) relates to the preparation of 
polyolefins by coordination polymerization of ethylene, 
styrene or norbornene using a catalyst comprising (a) a 
zerovalent tricoordinate or tetracoordinate nickel compound 
which has at least one labile ligand, (b) an acid of the 
formula HX, where X is a noncoordinating anion, and (c) at 
least one bulky ligand selected from a specified group 
thereof. At page 29, lines 25 et seq. of that PCT 
Application, it is suggested that the following materials 
(among others) should be absent during the polymerization 
process, or at least should not be present in an amount 
sufficient to affect the course of the polymerization: an 
organoaluminum compound; an aluminum halide; and any 
organometallic compound except for the nickel compounds. 
The polymers prepared in accordance with that PCT 
Application are moderately branched and are said to be 
useful as molding resins, films and elastomers. 

Moderately branched ethylene polymers are also 
disclosed by de Souza et al in an article published in 
September 1997 ( [Tj^-methallyl-nickel-dad] PFg Complex: New 
Catalyst Precursor For Ethylene Polymerization, Macromol. 
Rapid Coromun. ,1997, 18, 795-800) . In that article, which was 
published after the provisional application on which this 
application is based, it is disclosed that ["n"^-methallyl- 
nickel-dad] PFe is active as an ethylene polymerization 
catalyst when used in the presence of usual organoaluminum 
compounds such as diethylaluminum chloride, at low Al/Ni 
ratios and under mild reaction conditions. 
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While the hydrocarbon polymers prepared in accordance 
with the above-discussed PCT applications and de Souza 
article are characterized by a moderate degree of branchinq 
there remains a need for relatively high molecular weight 
hyperbranched, viscous, liquid hydrocarbon polymers and to a 
method for their preparation from simple and inexpensive 
olefins such as ethylene and propylene. A need also remains 
for derivatives of such hyperbranched hydrocarbon polymers 
such as those prepared by grafting the liquid hyperbranched 
hydrocarbon polymers onto an aromatic ring in an organic 
compound or polymer, as well as to facile methods for 
preparing such derivatives. 



SUMMARY OF THE INVENTION 



The degree of branching of a hydrocarbon polymer can be 
estimated from the ratio (5R) of methyl hydrogens centered 
around 0.85 ppm in the ^H-NMR spectra of the polymer 
relative to the total aliphatic hydrogens in the polymer 
with a higher ratio indicating greater branching. For ' 
linear polyethylene, 91 is 0, indicating that there is no 
branching. For ethylene polymers of the type disclosed in 
the above-discussed PCT applications and de Souza et al 
article, « is as high as about 0.30, indicating a moderate 
degree of branching. For the ethylene polymers and the 
butene polymers of this invention, 9? is at least about 
0.40. Typically, for ethylene polymers and butene polymers 
of this invention, 9t is from about 0.4 0 to about 0.65, and 
such polymers are referred to as being "hyperbranched.'" The 
ratio M for the hyperbranched propylene polymers of this 
invention is greater than 0.50, and is as high as about 
0.65, e.g. from about 0.54 to about 0.65. 

It is an object of the present invention to provide 
novel hyperbranched, liquid, hydrocarbon polymers having a 
molecular weight (M„) , determined by GPC relative to 
polystyrene standards, in excess of about 300. 

Yet another object is to prepare viscous oily 
hyperbranched hydrocarbon polymers that are useful as 
lubricants and lubricant additives by polymerizing ethylene 
and/or propylene and/or butene and/or a C5-C24 a-olefin in 
the presence of a transition compound, preferably a nickel 
or palladium compound, together with a substantial molar 
excess of a Lewis acid and, optionally, a nitrogen, oxygen, 
phosphorus or mixed nitrogen and/or oxygen and/or phosphorus 
based ligand. 
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Another object is to prepare liquid hydrocarbon 
polymers from readily available olefins, such, for example, 
ethylene, propylene, 1-butene, 2~butene, 1-hexene, 1- 
dodecene and mixtures thereof. 

Another- object is to provide hyperbranched polymeric 
materials by grafting the present liquid hyperbranched 
hydrocarbon polymers onto an aromatic ring in an organic 
compound or polymer. 

Still other objects are to provide facile methods for 
preparing the present liquid hyperbranched polymers and 
grafted materials. 

These and other objects and advantages of the present 
invention are accomplished, in accordance with one aspect of 
the invention, by polymerizing ethylene and/or propylene 
and/or butene and/or a C5 to C24 a-olefin in the presence of 
a solvent and a catalyst system comprising a transition 
metal component, preferably a nickel or palladium component, 
in combination with a substantial molar, excess of a Lewis 
acid of the general formula AlXxRs-xr where X is a halogen, 
such as CI or Br, R is a lower alkyl, such as methyl, ethyl, 
propyl or butyl, and x is 0 to 3. In another aspect of the 
invention, a nitrogen, oxygen, phosphorus or mixed nitrogen 
and/or oxygen and/or phosphorus based ligand may be added to 
the reaction medium. The optional ligand may comprise a. 
monodentate ligand, such as tri (cyclohexyl) phosphine, 
tri ( tert-butyl)phosphine, tri (phenyl) phosphine or pyridine, 
and/or a bidentate ligand, such as 1, 3-bis (diphenyl- 
phosphino) propane (dppp) , 1,3-bis (diisopropylphosphino) 
propane (dippp) , 1, 3-bis (diphenylphosphino) ethane (dppe) or 
2, 2 ' -dipyridyl, and/or a tridendate ligand, such as bis(2- 
diphenylphosphinoethyl) phenyiphosphine (triphos) . 

In one preferred aspect of the invention, hyperbranched 
viscous liquid polymers are prepared from ethylene as the 
sole monomer. In other aspects, ethylene may be replaced 
with or used in combination with propylene and/or butene 
and/or a C5-C24 a-olefin, such as, for example, 1-pentene, 
1-hexene or 1-dodecene. 

The polymerization preferably is carried out in the 
liquid phase using a halogenated solvent, such as chloroform 
(CHCI3) or chlorobenzene (CeHsCl) . Other halogenated 
solvents that may be used as the polymerization medium 
include, for example, methylene chloride (CH2CI2) , 
tetrachloroethane {C2H2CI4) or dichlorobenzene (C6H4CI2) . In 
some cases, it has been found that the polymerization can be 
carried out in a hydrocarbon solvent, such as hexane. 
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Optionally, when a hydrocarbon solv^nh i <= 

amount (e.g., 5% of tot.T slll::t\olu:^'Tt' ^ 

halogenated organic solvent may be present 

The catalyst system used in the synthesis of i-ho 

cr?a"yt"cJJlv ^f/'^t" °' '""^ inventiorcoSprisL' 
catalytxcally effective amount of a transition metal 
component and a substantial molar excess of LewTs acid 
component. The transition metal component typrcaUv 
comprises a nickel compound, such as^.-meth^^^y^) (Br ) 
dimer, or a palladium compound, such as n .'^''^yf ^ <Br) 
Pd(CH3) (CI) . unlike the t'^.ans/tion Jtal cat^^^^^^^^^ 
prior art, (such as those of the above-discussed pct 
applications, which contain bulky liaandsr ?h! ^ • • 
metal components contemplated fo^ usfJn the p^es^n^''"" 

ori:iis acid!"^""" component in conjunction with a^ excess 

mentioned' fi^i:: o^he^^KL'l'anrpKlad''"^ components 
may be use in the inven?ton 7.^?^.^ i^'^'""'" '=o'«P°nents which 
acetylacetonate^%nirS!i-----^^^^^^^ 
(trxfluoroacetate)]^, PdCl,, Pd (1, 5-cyclooctadiene) c^^^^ 
alkyl, aryl and halide complexes of nickel and palladiSS^ 

p.efe?i^s:Xe^jLan:h:^ pi^j:irririi%^j- r:^^"^^ 

accordance with the inventioJ, using other "ansltion r..^ 1 
components in combination with an excesJof Lewis aciS 
Transition metal components contemplated for use in th; 
present invention include those wherein 1-h^ ^^ . 

TiW SmeJ!'"""' " (1.5-=ycaooct!die;:! 

The Lewis acid component of the present r-ai-aiwct- 
may be represented by the general forS^Ia AlX R ^th ^ 
IS a lower alkyl (e.g., methyl, ethy^ propyl e"tc !nS 

prererably CI), and x is 0 to 3 Thp Horrr-^^ w 

TtiT 1° "^^^""^"^ "p-^^^ LeSL':?!rthft'""us:s' 

^rial^il °' branching being obtained with 

trialkyl aluminum compounds than with aluminum halide., Th« 
Lewis acid component should be used in a s^SstalltiaJ^olar 
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excess relative to the transition metal component. 
Typically, the Lewis acid component should be used in an 
amount of from about 2 to about 50 moles per mole of 
transition metal component. Preferably, the Lewis acid 
should be used in an amount of from about 5 to about 30 
moles per _ mole of transition metal component, and more 
preferably from about 10 to about 20 moles per mole of 
transition metal component • 

As indicated above, the present catalyst system need 
not contain any ligands. However, a nitrogen, oxygen or 
phosphorus based ligand or a mixed nitrogen and/or oxygen 
and/or phosphorus based ligand may be added to the catalyst 
system as an optional component. The optional ligands 
include monodendate ligands, such as tri (cyclohexyl) 
phosphine, tri ( tert-butyl) phosphine, tri (phenyl) phosphine or 
pyridine, as well as bidentate ligands, such as 1,3- 
bis (diphenylphosphino) propane (dppp) , 1, 2-bis (diphenyl- 
phosphino) ethane (dppe),or 2, 2 ' -dipyridyl and/or tridentate 
ligands, such as bis (2-diphenylphosphinoethyl) phenyl 
phosphine (triphos) - 

The polymerization in accordance with this invention 
may be carried out at temperatures ranging from about 0° to 
about 80° C. Typically, however, the polymerization will be 
carried out at a temperature of from about 20° to about 50° 
C. The pressure at which the polymerization is carried out 
is not critical, with pressures ranging from 15 psi to 1500 
psi being suitable. 

The transition metal component may be added to the 
polymerization medium as a solid or in solution, or it may 
be supported on a solid carrier, such as silica gel. 

In accordance with another aspect of the invention, it 
has been found that when the halogenated solvent is replaced 
with an aromatic compound susceptible to Friedel-Craf ts 
alkylation, the resulting branched polymers are aryl-capped. 
For example, under the reaction conditions set forth herein 
and described more fully in the examples, when ethylene is 
polymerized in the presence of benzene as the aromatic 
compound, the polymerization results in the formation of 
phenyl-capped branched polymers, typically having a degree 
of branching « of at least about 0.40. The ^H-NMR (CDCI3) 
spectra of the phenyl-capped branched polymers are very 
similar to those of non-capped hyperbranched polymers 
prepared in the presence of halogenated solvents, except for 
the additional resonances at 2.60 and 3.02 ppm due to 
hydrogen (s) on the carbon directly bonded to the aromatic 
ring (i.e., benzylic hydrogens). Similar grafting of 
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branched polymer derived from ethylene was observed when 
^r^a^S^hriL^^^"'^^^ °^ toluen^/::jLne 

In still another aspect of the invention, it is 
possible to graft branched polymer tails derived from 
ethylene and/or propylene and/or butene and/or a Cs-C,4 a- 
pilmyrene/''^ ''^"''^"^ °' polymers such as 

Although the mechanism of branching in the present 
invention is not completely understood, the various aspects 
of the invention will be appreciated more fully in light of 
the following illustrative examples: ^ 

Example 1: f Ni (71-methallvlMBr) 1 ,/AlCI, in h^^.^^ 
In a glove box, under an inert atmosphere (nitroaeni s 
mg (0 013 mmol) of nickel compound ( [Ni (.-methallJlMBrr L') 
and 35 mg (0.26 mmol) AICI3 of were added to 10 ml of hexane 
in a glass autoclave liner. The glass liner was inserted 
into a stainless steel autoclave, and the autoclave was 
assembled in the glove box. At room temperature, the 
autoclave was charged to 800 psi with ethylene (single 
5n ; ^""^^^^^ polymerization was allowed to continue for 
JO minutes at room temperature. At the end of 30 minutes 
ventSd^?i ^^""^"^."^^ discontinued, and excess ethylene ^as 

J resulting polymer solution was eluted through 
alumina to remove catalyst impurities, and volatiles were 
removed at room temperature and 0.1 torr to yield 1 10 a of 
polyethylene as a clear viscous liquid. The resulting 
polyethylene had degree of branching (9?) of 0 53 The 
degree of branching (determined by integration of the ^H-NMR 
spectrum of the polymer) is the ratio of methyl hydrogens 
centered around 0.85 ppm, which must be eithei at the end of 
a polymer chain, or the end of a branch, relative to the 
total number of aliphatic hydrogens in the polymer. The ^H- 
NMR spectrum for this polymer is illustrated i^ the attached 
' ?23!8 . 62^4)"=™' ^ = 466.1/(466.1 . 228.9 

Example 2: fNi (71-methallvl) (Br) ] ,/dppe/AlCl, in CHc Cl . 
™« /n an inert atmosphere (nitrogen) , 5 

mg (0.013 mmol) of nickel compound ( (Ni (n-methallyl) (Br)],) 

ZLl^ "*! °^ 1.2-bis(diphenylphosphino) ethane 

r u^J 11^ Stirred together for 10 minutes in 5 ml of 
L6H5CI. The resulting solution was added to a glass 
autoclave liner containing 35 mg (0.26 mmol) of AlCl, 
suspended in an additional 5 ml of CsHsCl. The glass liner 
was inserted into a stainless steel autoclave, and the 
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autoclave was assembled in the glove box. At room 
temperature, the autoclave was connected to a constant feed 
of ethylene at 800 psi, and the polymerization was allowed 
to continue for 30 minutes. At the end of 30 minutes, the 
polymerization was discontinued, and excess ethylene was 
vented. The resulting polymer solution was eluted through 
alumina to "remove catalyst impurities, and vacuum' distilled 
at 120° C and 0-1 torr to yield 0.7 g of polyethylene as a 
clear viscous liquid. The polyethylene had a molecular 
weight {M„) of 1060 (determined by GPC relative to 
polystyrene standards) and a degree of branching (W) of 
0.42. The degree of branching was determined by integration 
of the H-NMR spectrum of the polymer to determine the ratio 
of methyl hydrogens centered around 0.85 ppm to the total 
number of aliphatic hydrogens. 

Example 3; (1, 5-cyclooctadiene) Pd (CH ^) (CI) /dppp/AlCli 
in CHClTT " 

In a glove box, under an inert atmosphere (nitrogen) , 
20 mg (0.076 mmol) of palladium compound ((1,5- 
cyclooctadiene) Pd(CH3) (CI) ) and 32 mg (0.076 mmol) of 1,2- 
bis (diphenylphosphino) propane (dppp) were stirred together 
for 10 minutes in 5 ml of CHCI3. The resulting solution was 
added to a glass autoclave liner containing 100 mg (0.76 
mmol) of AICI3 suspended in an additional 5 ml of CHCI3. 
The glass liner was inserted into a stainless steel 
autoclave, and the autoclave was assembled in the glove box. 
The autoclave was charged to 800 psi with ethylene (single 
charge) , and polymerization was allowed to continue for 16 
hours at 50° C. At the end of 16 hours, the polymerization 
was discontinued, and excess ethylene was vented. The 
resulting polymer solution was eluted through alumina to 
remove catalyst impurities, and the volatiles were removed 
at 50° C and 0.1 torr to yield 3.2 g of hyperbranched 
polyethylene as a clear viscous liquid. The polyethylene 
had a molecular weight (Mw) of 600 and a degree of branching 
of 0.55. 

Example 4; [Ni (Ti-methallyl) (Br ) ] 2/AICI3 in CeHg. 

In a glove box, under an inert atmosphere (nitrogen) , 5 
mg (0.013 mmol) of nickel compound ( [Ni (n-methallyl) (Br) ] 2) 
and 35 mg (0.26 mmol) of AICI3 were stirred together in 10 
ml of benzene (CsHe) in a glass autoclave liner. The glass 
liner was inserted into a stainless steel autoclave, and the 
autoclave was assembled in the glove box. At room 
temperature, the autoclave was connected to a constant feed 
of ethylene at 800 psi, and the reaction was allowed to 
continue for 30 minutes. At the end of 30 minutes, the 
product mixture was eluted through silica with CH2CI2 and the 
volatiles were removed at room temperature and 0 . 1 torr to 
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yield 5 3 g of branched alkyl-graf ted benzene as a colorless 
o:l1 The M„ of the branched alkyl-graf ted benzene was 3oo 
and the ratio (SR) of methyl hydrogens centered around 0 85 
ppm to total aliphatic hydrogens was 0.47. 

• ^ ^^ ^^^^^^^ ^^^^" -'"^thallvl) (Br)1,/AlCl./polv(stY rPn^> 

In a glove box, under an inert atmosphere (nitrogen), 
polystyrene having a molecular weight (Mw) of 
360,000 was dissolved in 5 ml of CsHsCl in a glass autoclave 

^° resulting solution, there was added 5 mg 

(0.013 mmol) of nickel compound ( [Ni (n-methallyl) (Br) 1 ,) and 
17 mg (0 13 mmol) of AICI3. The glass liner was inserted 
into a stainless steel autoclave, and the autoclave was 
assembled in the glove box. At room temperature, the 

SS°nir%;;H%K°""^''^^*;' ^° ^ constant feed of ethylene at 
600 psi, and the reaction was allowed to continue for 24 
hours. At the end of 24 hours, the feed of ethylene was 
discontinued, and excess ethylene was vented. The resulting 
polymer solution was diluted to 45 ml with CHCI3 and added 
with stirring to 250 ml of methanol to precipitate the 
polymer as a white solid. The polymer was filtered and 
dried under vacuum to yield 0.6 g of branched alkyl-graf ted 
polystyrene. The ratio on non-aromatic hydrogens to 
aromatic hydrogens was found to be 1,48. 

Example 6: TNi (n-methallvl ) (Br ) 1 ,/AlCl3 in CHCl, 

r^r. m^ni? ^"^'"'^ atmosphere (nitrogen), 5 

mg (0.013 mmol) of nickel compound ( (Ni (7t-methallyl ) (Br) 1 ,) 
and 35 mg (0.25 mmol) AICI3 were added together with 10 ml 
of solvent (CHCl3)in a glass autoclave liner. The glass 
liner was inserted into a stainless steel autoclave, and the 
autoclave was assembled in the glove box. At room 
temperature (25° C) , the autoclave was connected to a 
constant feed of ethylene at 800 psi, and the polymerization 
was allowed to continue for 30 minutes. At the end of ?0 
minutes, the polymerization was discontinued, and excess 
r^v,''^^ r"^^'^: resulting polymer solution was 

eluted through alumina to remove catalyst impurities, and 
vacuum distilled at 50» C and 0.1 torr to yield 2 9 q of 
hyperbranched polyethylene as a clear viscous liquid The 
polyethylene had a molecular weight (M„) of 800 and a 
molecular weight distribution (M„/M„) of 1.2 (determined by 
GPC relative to polystyrene standards) . The polyethylene had 
a ratio (91) of methyl hydrogens centered around 0.85 ppm to 
total aliphatic hydrogens (by NMR integration) of 0 53 
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Example 7: fN i (K-methallyl ) (Br) 1 ^/AlCla in C«H^C1 . 

The procedure of Example 6 was repeated, except the 
CeHsCl was used in place of CHCI3 as the solvent. The 
resulting polymer (3.6 g) had a molecular weight (Mw) of 450 
and a molecular weight distribution (M„/Mn) of 1.2 
(determined by GPC -relative to polystyrene standards), and a 
ratio (5R) of methyl hydrogens centered around 0.85 ppm to 
total aliphatic hydrogens (by NMR integration) of 0.49. 

Example 8: fNi (7t-methallvl) (Br) ]g/dppe/AlCl, in CgHsCl. 

The procedure of Example 7 was repeated, except that 
0.025 mmol of 1, 2-bis (diphenylphosphino) ethane (dppe) was 
added to the glass autoclave liner along with the catalyst 
system. The resulting polymer (3.5 g) had a molecular 
weight (Mw) of 1010 and a molecular weight distribution 
(M„/Mn) of 1.3 (determined by GPC relative to polystyrene 
standards), and a ratio (iR) of methyl hydrogens centered 
around 0.85 ppm to total aliphatic hydrogens (by NMR 
integration) of 0.43. 

Example 9: rN i(n-methallvl) (Br) l^/dppp/AlCla in CM^Cl. 

The procedure of Example 7 was repeated, except that 
0.025 mmol of 1, 2-bis (diphenylphosphino) propane (dppp) was 
added to the glass autoclave liner along with the catalyst 
system. The resulting polymer (2.2 g) had a molecular weight 
(M„) of 800 and a molecular weight distribution (M„/Mn) of 
1.2 (determined by GPC relative to polystyrene standards), 
and a ratio (5R) of methyl hydrogens centered around 0.85 
ppm to total aliphatic hydrogens (by NMR integration) of 
0.42. 

Example 10: FNi (n-methallvl) (Br) ] 2/AlBr^ in CcHsCl. 

The procedure of Example 7 was repeated, except that 
AlBra was used in place of AICI3 as the Lewis acid component 
of the catalyst. The resulting polymer (3.6 g) had a 
molecular weight {M„) of 490 and a molecular weight 
distribution (Mw/M„) of 1.1 (determined by GPC relative to 
polystyrene standards) , and a ratio (5R) of methyl hydrogens 
centered around 0.85 ppm to total aliphatic hydrogens (bv IH 
NMR integration) of 0.57. 

Example 11; f Ni (Tt-methallyl) (Br) ] ,/Al (C2HS) in CHCl,. 

In a glove box, under an inert atmosphere (nitrogen) , 
28.8 mg (0.075 mmol) of nickel compound ( [Ni (n-methallyl) 
(Br)]2) and 85 mg (0.75 mmol) Al(C2Hs)3 were added together 
with 10 ml of solvent (CHCI3) in a glass autoclave liner. 
The glass liner was inserted into a stainless steel 
autoclave, and the autoclave was assembled in the glove box 
The autoclave was heated to 55° C and was charged to 800 psi 
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with ethylene {single charge) to begin polymerization. The 
polymerization was allowed to continue for 16 hours. At the 
end of 16 hours, the polymerization was discontinued, and 
excess ethylene was vented. The resulting polymer solution 
was eluted through alumina to remove catalyst impurities, 
and vacuum distilled at 50° C and 0,1 torr to yield 3.0 g of 
hyperbranched polyethylene as a clear viscous liquid. The 
polyethylene had a molecular weight (M„) of 580 and a 
molecular weight distribution (Mw/Mn) of 1.2 (determined by 
GPC relative to polystyrene standards), and a ratio (5R) of 
methyl hydrogens centered around 0,85 ppm to total aliphatic 
hydrogens (by NMR integration) of 0.52. 

Example 12: [Ni (71-methallyl) (Br ) ] 2/dbu/Al (C ^HO . in 

cHcisr " 

The procedure of Example 11 was repeated, except that 
0.052 mmol of 1, 8-diazabicyclo [5 . 4 . 0] undec-7-ene (dbu) was 
added as an optional ligand to the reaction medium. The 
resulting polyethylene product (1.3 g) had a molecular 
weight (Mw) of 370 and a molecular weight distribution 
(Mw/Mn) of 1.1 (determined by GPC relative to polystyrene 
standards), and a ratio (91) of methyl hydrogens centered 
around 0.85 ppm to total aliphatic hydrogens (by NMR 
integration) of 0.54. 

Example 13: [Ni (7t-methallyl) (Br ) ] 2/dppp/Al (C ^HO . in 
CHClaT 

The procedure of Example 11 was repeated, except that 
0.075 mmol of 1 , 3-bis (diphenylphosphino) propane (dppp) was 
added as an optional ligand to the reaction medium. The 
resulting polyethylene product (4.7 g) had a molecular 
weight (Mw) of 370 and a molecular weight distribution 
(Mw/Mn) of 1.1 (determined by GPC relative to polystyrene 
standards), and a ratio (91) of methyl hydrogens centered 
around 0.85 ppm to total aliphatic hydrogens (by NMR 
integration) of 0.57. 

Example 14: Pd(l,5-cvclooctadiene) (CH -^) (Cl)/AlCl3 in 
CHClg. " 

In a glove box, under an inert atmosphere (nitrogen) , 
20 mg (0.075 mmol) of palladium compound (Pd (1, 5-cyclo- 
octadiene) (CH3) (CI) ) and 105 mg (0.75 mmol) AICI3 were added 
together with 10 ml of solvent (CHCI3) in a glass autoclave 
liner. The glass liner was inserted into a stainless steel 
autoclave, and the autoclave was assembled in the glove box. 
The autoclave was heated to 55'' C and was charged to 800 psi 
with ethylene (single charge) to begin polymerization. The 
polymerization was allowed to continue for 16 hours. At the 
end of 16 hours, the polymerization was discontinued, and 
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excess ethylene was vented. The resultinq polymer soluhion 
was eluted through alumina to remove catalys? iS^JruJes 
and vacuum distilled at 50° C and 0.1 torr to yield 3 2 a' of 

nolvf^^'?^''^^.''?^^'''^'^"^ ^ viscous ^Yquid The 

polyethylene had a molecular weight (MJ of 4 60 and a 

GPc'rS^ti'^'f' distribution (m:/M„, of 1.1 (determined by 
mp?hv? H i polystyrene standards), and a ratio (5R) of 

methyl hydrogens centered around 0.85 ppm to total aliohat^^ 
hydrogens (by NMR integration) of 0.61. aliphatic 

in CnS r^^^ ^^^^-'^-"V"^°°^^^dieneWC H3)(Cl)/dp pp/Airi, 
n procedure of Example 14 was repeated excpni- i-h=.^ 

0 075 mmol of 1, 3-bis (diphenylphosphino) pro^a^e {^^p, 
added as an optional ligand to the reaction medium The 

IM /M ) if 1 / . ^ "^^5ht distribution 

(M„/M„) of 1.2 (determined by GPC relative to polystyrene 

around'^k ^ '"^^ °' ""^^^^ hydrogens ^en^ereS 

™a?lon)'?? 0?55°'^' ^''^"^"'^ '^""^^"^ '^^^ 

in ^^ E^ample 16: Pd (1, S-cyclooctadieneW CH^) (CI) /PPh,/Ain , 

The procedure of Example 14 was repeated, except that 
LILT^\°^ tri (phenyl )phosphine (PPha) was added as an 
optional ligand to the reaction medium. The resulting 

o? s^o ^i^"^' ^^-^ 5) had a molecular weigh?^MJ 

of 520 and a molecular weight distribution (M„/M„) of 1 1 
iatirTir%'''' GPC relative to polystyrene standards) , and a 
ratio m of methyl hydrogens centered around 0.85 ppm to 
total aliphatic hydrogens (by NMR integration) of 0.58. 

in CHC^ r*"^^ Pd(l,5-rvclooctadienp) (CH,) (ClWAWrH,P»,|, 

The procedure of Example 14 was repeated, except that 
nJJrir °^ triethyl aluminum was used L 

1 l?™^"™!" trichloride as the Lewis acid component Sf 
the catalyst The resulting polyethylene product (?Tg) 
had a molecular weight (MJ of 410 and a molecular weight 
distribution (M„/M„) of 1.1 (determined by GPC relative to 
polystyrene standards) and a ratio (5R) of methyl hydrogens 

Srrit^g:a??Sroro^l2.^° ^''^'^''^ 

^^^^^^^^^ ^''-^y-^oo<^^-^<^^^r.e, (CH.) (Cn/dp pp 

« ^^^"^^^ procedure of Example 17 was repeated, exceot i-h^^r 
0.075 imnol of 1, 3-bis (diphenylphosphino) propane (dppp) S^s 
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added as an optional ligand to the reaction medium. The 
resulting polyethylene product (2.2 g) had a molecular 
weight (Mw) of 550 and a molecular weight distribution 
(Mw/Mn) of 1.1 (determined by GPC relative to polystyrene 
standards), and a ratio (SR) of methyl hydrogens centered 
around 0.85 ppm to total aliphatic hydrogens (by NMR 
integration) of 0.60. 

Example 19: Pd (1. 5-cyclooctadiene) (CH ^) (CI) /PPha 
Ml (CHgCHab- ~ 

The procedure of Example 18 was repeated, except that 
0.15 mmol of tri (phenyl) phosphine (PPha) was added as an 
optional ligand to the reaction medium, instead of the 1,3- 
bis (diphenylphosphino) propane (dppp) . The resulting 
polyethylene product (2.4 g) had a molecular weight (Mw) of 
580 and a molecular weight distribution (Mw/M„) of 1.1 
(determined by GPC relative to polystyrene standards), and a 
ratio (91) of methyl hydrogens centered around 0.85 ppm to 
total aliphatic hydrogens (by NMR integration) of 0.64. 

Example 20: [Ni (Ti-methallyl ) (Br ) ] 2/AI (CH3) 3 in CHCl^. 

In a glove box, under an inert atmosphere (nitrogen) , 
10 mg (0.026 mmol) of nickel compound ( [Ni (n-methallyl) 
(Br)]2) was dissolved in 10 ml of solvent (CHCI3) in a glass 
autoclave liner. Then, 40 mg (0.55 mmol) of A1(CH3)3 was 
added. The glass liner was inserted into a stainless steel 
autoclave, and the autoclave was assembled in the glove box. 
The autoclave was charged to 800 psi with ethylene (single 
charge) to begin polymerization. The polymerization was 
allowed to continue for 15 hours at 50° C. At the end of 15 
hours^ the polymerization was discontinued, and excess 
ethylene was vented. The resulting polymer solution was 
filtered and eluted through silica to remove catalyst 
impurities, and vacuum distilled at room temperature and 0.1 
torr to yield 0.78 g of hyperbranched polyethylene as a 
clear viscous liquid. The resulting polyethylene a ratio 
(W) of methyl hydrogens centered around 0.85 ppm to total 
aliphatic hydrogens (by NMR integration) of 0.52. 

Example 21: [Ni (Tc-methallyl) (Br ) ] 2/ (C2H5)2A1C1^ 
(C2Hs)AlCl2 in CHCI3. 

In a glove box, under an inert atmosphere (nitrogen) , 5 
mg (0.013 mmol) of nickel compound ( [Ni (7C-methallyl) (Br) ] 2) 
was dissolved in 5 ml of solvent (CHCI3) in a glass 
autoclave liner. Then, a solution of 36 mg (0.15 mmol) of 
(C2H5)2A1C1«(C2H5) AICI2 in 5 ml of CHCI3 was added. The 
glass liner was inserted into a stainless steel autoclave, 
and the autoclave was assembled in the glove box. The 
autoclave was charged to 800 psi with ethylene (single 
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II ^:?jLSr^orJ!ri£3 IJ%go--.^.at.on was 
ItLTeZ'' polymerization wa" discontinui^d, 'and ^ce^ss 

eJS^ed throuor^'?''- -^^-Iting polymer solution ^as 

eluted through silica to remove catalyst impurities and 
vacuum distilled at room temperature Ld 0.1 Jorr to Jield 
1.39 g of hyperbranched polyethylene as a clear viscoS 
ixquid. The resulting polyethylene a ratio m of methyl 
hydrogens centered around 0.85 ppm to total LhLT^ 
hydrogens (by NMR integration) of 0 .54 ^^^^^^^^^ 

^^ = J'^^^^-'"^^hallvl)rBrn,/(C.HO,AlCl in r.».ni 
In a glove dox> under an in ert atmosphere tnitrnrtl^T ^ 
mg (0 013 mmol) of nickel compound ( [Ni (n-meJhanif wlr^ 
was dissolved in 10 ml of solvent (C HsCl) Tn a giaVs 
autoclave liner. Then, a (C^Hsj^AlCl solution (0 26 ml of 1 
M solution m hexane, 0.26 mmol) was added. The qlass iLl. 
was inserted into a stainless steel autoclave Ld?he 

discontinued, and excess ethylene was 
ltlltt\J^ resulting polymer solution was eluLd through 
riii^L^°/^"'°''^ catalyst impurities, and the volatiles Sere 
removed at room temperature and 0.1 torr to yield 33 ma of 
hyperbranched polyethylene as a clear viscous liquid. 

^^^i"-"^^thallvl)(Brn,/rr-.H 3),AlCl in CHCl, . 
nur>. procedure of Example 22 was foll owed, except that 

(2 e^of h'h^ resulting polyethylene 

(2.61 g) had a degree of branching of 0.60. y^^^V-^ene 

Example 24 ; fNi (n-methallvl WBr n ,/ (C,H.> A1 r 1 -i . n^u.n^ 
,n under an inert atmosphere (nitroq^T)! 

mg (0 013 mmol) of niOcel compound ( [Ni {Tt-methallJlMBrn:) 
was dissolved in 10 ml of solvent (C^HsCl) in a glass 
so?u?'^"'-'^K^'' " (C^Hs)AlCl, solution ro.^26 ml of 1 M 

wai ii^erJed T"'' glass itner 

was inserted into a stainless steel autoclave, and the 

autoclave was assembled in the glove box. Th^ autoclave was 

-^^^^^ "^^^ ethylene (single chargerto begL 

polymerization. The polymerization was allowed to con?inue 
for 1.5 hours at 50° C. At the end of 1.5 hours, the 

I???^ \ resulting polymer solution was eluted throuah 

rtinlL /^"'''''^ catalyst impurities, and the volatiles Sere 
removed at room temperature and 0.1 torr to yield 0 76 g of 
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hyperbranched polyethylene as a clear viscous liquid. The 
resulting polyethylene had a degree of branching of 0.42, 

Example 25: [Ni (7t-methallyl ) (Br ) ] 2/ (C2H5) AICI2 in CHCl., . 

The procedure of Example 24 was followed, except that 
CHCI3 was used as the solvent. The resulting polyethylene 
(1.75 g) had a degree of branching of 0.53. 

Example 26: Co (acetylacetonate) 3/AICI3 in CsHsCl. 

In a glove box, under an inert atmosphere (nitrogen), 
10 mg (0.028 mmol) of cobalt compound (Co (acetylacetonate) 3) 
and 37 mg AICI3 were added to 10 ml of CeHsCl in a glass 
autoclave liner. The glass liner was inserted into a 
stainless steel autoclave, and the autoclave was assembled 
in the glove box. The autoclave was charged to 800 psi with 
ethylene (single charge) to begin polymerization. The 
polymerization was allowed to continue for 17 hours at 50^ 
C. At the end of 17 hours, the polymerization was 
discontinued, and excess ethylene was vented. The resulting 
polymer solution was eluted through silica to remove 
catalyst impurities, and the vola tiles were removed at room 
temperature and 0.1 torr to yield 0.93 g of hyperbranched 
polyethylene as a clear viscous liquid. The resulting 
polyethylene had a degree of branching of 0.48. 

Example 27: ( 1 , 5-cyclooctadiene) 2 NI/AICIb in CHCl:^. 

In a glove box, under an inert atmosphere (nitrogen) , 5 
mg (0.018 mmol) of nickel compound ( (1, 5-cyclooctadiene) 2 
Ni) and 24 mg AICI3 (0.18 mmol) were added to 10 ml of CHCI3 
in a glass autoclave liner. The glass liner was inserted 
into a stainless steel autoclave, and the autoclave was 
assembled in the glove box. The autoclave was charged to 
800 psi with ethylene (single charge) to begin 
polymerization. The polymerization was allowed to continue 
for 23 hours at 50"^ C. At the end of 23 hours, the 
polymerization was discontinued, and excess ethylene was 
vented. The resulting polymer solution was eluted through 
silica to remove catalyst impurities, and the volatiles were 
removed at room temperature and 0.1 torr to yield 3.02 g of 
hyperbranched polyethylene as a clear viscous liquid. The 
resulting polyethylene had a degree of branching of 0.52. 

Example 28: Co (acetylacetonate) 3/AI (C2H5) 3 in CHCI3. 

In a glove box, under an inert atmosphere (nitrogen) , 
10 mg (0.028 mmol) of cobalt compound (Co (acetylacetonate) 3) 
was dissolved in 10 ml of CHCI3 in a glass autoclave liner. 
Then 38 mg (0.33 mmol) of Al(C2H5)3 was added. The glass 
liner was inserted into a stainless steel autoclave, and the 
autoclave was assembled in the glove box. The autoclave was 
charged to 800 psi with ethylene (single charge) to begin 
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resulting polymer solution was eluted throuah 
silica to remove catalyst impurities, and the volJi-i Vf« 
removed at room temperature and Oa ^orr to yie?d ^ J? „ 
hyperbranched polyethylene as a clear viscous Uqu^d The 
resulting polyethylene had a degree of branching^of O.sS 

Exa mple 29: [Ni (71-methallvl) fsm 2/^BuP,/ 
1C2H5)2A1C1.(C;H0A1C12 in CHCl,. ~ 

in ^1n^r.^l°^^ ^" atmosphere (nitroaenl 

BrT?,' and 4r°'\n'."'"='^' '^^"^^^""^ ( [N^.-methally?r 
{Br)]2) and 42 mg (0.21 mmol) of tri-t-butylphosohine 'r,, 
were dissolved in 10 ml of solvent (CHCI3) in a glass ' ^ 
autoclave Imer. Then, 66 mg (0.27 mmol) of ^ 
{C2H5)2AlCl.(C2Hs)AlCl2 was added. The glass liner was 

to a constant feed of^thyleSrat'foO psi? rb:5i„'°""'"'"' 

fol'^mili^li roo: allo„ed'?o continue 

ror ^« nours at room temperature. At the end of 24 hours 

Jent^H ^^Jk'^^^^? discontinued, and excess ethylene ;as 

I? ^ ^.K^^^ resulting polymer solution was filtered and 
eluted through silica to remove catalyst impurities and 

JiilSil3":"/r"^^ ^^^-^ temperLurHnSl^r^orr'to'^ 
yield 0.83 g of hyperbranched polyethylene as a clear 

I^^h°r>, w''"^'^- "suiting polyethylene a ratio (9?) of 

methyl hydrogens centered around 0.85 ppm to total aliohatir 
hydrogens (by NMR integration) of 0.56. aliphatic 

Example 30: fNi (71-methallvll (sm . /at n , 
/n ^ ""der an inert atmosphere (nitroaen) 5 

TL'?; °' compound ( [Ni (n-methaujinlr H 2') 

and 35 mg AICI3 (0.26 mmol) were added to 10 ml of hexane in 
a glass autoclave liner. The glass liner was inserted into 
in autoclave, and the autoclave was asse^^^ed 

in the glove box. The autoclave was charged with a con^ant 
feed of ethylene at 8.00 psi to begin polymerization ?he 
polymerization was allowed to continue for 30 minutes at 
room temperature. At the end of 30 minutes, polymerization 
was discontinued, and excess ethylene was v;nted Se 
resulting polymer solution was filtered, and the " volatiles 
were removed at room temperature and 0 . 1 torr to ^ield 2 ?6 

polyethylene as a clear viscous liquid 
The resulting polyethylene had a degree of branching o? 
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Example 31: Mn (acetylacetonate) 2/Al(C2H5) 3 in CHCl-,, 
In a glove box, under an inert atmosphere (nitrogen), 
10 mg (0.04 0 mmol) of manganese compound 

(Mn (acetylacetonate) 2) was dissolved in 10 ml of CHCI3 in a 
glass autoclave liner. Then 60 mg (0.53 mmol) A1(C2H5)3 was 
added. The glass liner was inserted into a stainless steel 
autoclave, and the autoclave was assembled in the glove box. 
The autoclave was charged to 800 psi with ethylene (single 
charge) to begin polymerization. The polymerization was 
allowed to continue for 19.5 hours at room temperature. At 
the end of 19.5 hours, the polymerization was discontinued, 
and excess ethylene was vented. The resulting polymer 
solution was filtered to remove catalyst impurities, and the 
volatiles were removed at room temperature and 0.1 torr to 
yield 0.50 g of hyperbranched polyethylene as a clear 
viscous liquid. The resulting polyethylene had a degree of 
branching of 0.45, 

Example 32: [Ni (n-methallyl) (Br ) ] 2/ (C2HS) AlCl? in 
hexane. 

In a glove box, under an inert atmosphere (nitrogen) , 5 
mg (0.013 mmol) of nickel compound ( [Ni (Ti-methallyl) (Br) ] 2) 
was dissolved in 10 ml hexane in a glass autoclave liner. A 
(C2H5)A1C12 solution (0.26 ml of 1 M solution in hexane; 0.26 
mmol) was added. The glass liner was inserted into a 
stainless steel autoclave, and the autoclave was assembled 
in the glove box. The autoclave was charged to 800 psi with 
ethylene (single charge) to begin polymerization. The 
polymerization was allowed to continue for 40 minutes at 50® 
C. At the end of 40 minutes, the polymerization was 
discontinued, and excess ethylene was vented. The resulting 
polymer solution was eluted through alumina to remove 
catalyst impurities, and the volatiles were removed at room 
temperature and 0.1 torr to yield 0.29 g of hyperbranched 
polyethylene as a clear viscous liquid. The resulting 
polyethylene had a degree of branching of 0.50 

Example 33: [Ni (Timethallyl) (Br ) ] 2/ (C2H5) 2AICI in hexane. 

In a glove box, under an inert atmosphere (nitrogen) , 5 
mg (0.013 mmol) of nickel compound ( [Ni (7i-methallyl) (Br ) ) 2) 
was dissolved in 10 ml hexane in a glass autoclave liner. A 
(C2H5)2A1C1 solution (0.26 ml of 1 M solution in hexane; 0.26 
mmol) was added. The glass liner was inserted into a 
stainless steel autoclave, and the autoclave was assembled 
in the glove box. The autoclave was charged to 800 psi with 
ethylene (single charge) to begin polymerization. The 
polymerization was allowed to continue for 15.5 hours at 50® 
C. At the end of 15.5 hours, the polymerization was 
discontinued, and excess ethylene was vented. The resulting 
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polymer solution was eluted through alumina to remove 
catalyst impurities, and the volatiles were removed at room 
temperature and 0.1 torr to yield 7 mg of hyperbranched 
polyethylene as a clear viscous liquid . 

Example 34: [Ni (TC-methallyl), (Br) ] 2/.(C2H5).2AlCl* - - 
(C2H5)A1C12 in hexane. 

In a glove box, under an inert atmosphere (nitrogen), 5 
mg (0.013 mmol) of nickel compound ( [Ni (n-methallyl) (Br ) ] 2) 
and 45 mg (0.18 mmol) of (C2H5) 2A1C1* (C2H5) AICI2 were 
dissolved in 10 ml hexane in a glass autoclave liner. The 
glass liner was inserted into a stainless steel autoclave, 
and the autoclave was assembled in the glove box. The 
autoclave was charged to 800 psi with ethylene (single 
charge) to begin polymerization. The polymerization was 
allowed to continue for 15.5 hours at 50° C. At the end of 
15.5 hours, the polymerization was discontinued, and excess 
ethylene was vented. The resulting polymer solution was 
eluted through alumina to remove catalyst impurities, and 
the volatiles were removed at room temperature and 0.1 torr 
to yield 23 mg of hyperbranched polyethylene as a clear 
viscous liquid. The resulting polyethylene had a degree of 
branching of 0.43. 

Example 35: [Ni (7c-methallyl) (Br ) ] 2/dppe/AlCl3 in no 
solvent . 

In a glove box, under an inert atmosphere (nitrogen) , 5 
mg (0.013 mmol) of nickel compound ( [Ni (7c-methallyl) (Br) ] 2) 
and 10 mg (0.025 mmol) of Ir 2-bis (diphenylphosphine) ethane 
(dppe) were dissolved in 10 ml CH2CI2 in a pear-shaped 
flask. Then 35 mg (0.26 mmol) AICI3 was added and dissolved 
over 4 hours at room temperature. The volatiles were then 
removed at room temperature and 0.1 torr. In a glove box, 
the flask was inserted into a stainless steel autoclave, and 
the autoclave was assembled in the glove box. The autoclave 
was charged to 800 psi with ethylene (single charge) to 
begin polymerization. The polymerization was allowed to 
continue for 24 hours at room temperature. At the end of 24 
hours, the polymerization was discontinued, and excess 
ethylene was vented. The resulting polymer solution was 
filtered, and the volatiles were removed at room temperature 
and 0.1 torr to yield 0.5 g of hyperbranched polyethylene as 
a clear viscous liquid. The resulting polyethylene . had a 
degree of branching of 0.45. 

Example 36: [ (1, 5-cyclooctadiene) Rh (CI) 2/^BuP3/ 
AICI3 in CHCl3> 

In a glove box, under an inert atmosphere (nitrogen) , 
10 mg (0.02 mmol) of rhodium compound ( [ (1,5-cyclooctadiene) 
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Rh{Cl)2) was dissolved in 5 ml CHCI3 in a glass autoclave 
liner. A solution of 34 mg (0.17 mmol) of tri-t- 
butylphosphine (^BuP3) in 5 ml of solvent (CHCI3) was added. 
Then, 53 mg (0.40 mmol) of AICI3 was added. The glass liner 
was inserted into a stainless steel autoclave, and the 
autoclave was assembled in the glove box. The autoclave was 
charged to 800 psi with ethylene (single charge) to begin 
polymerization. The polymerization was allowed to continue 
for 17.5 hours at 50° C. At the end of 17.5 hours, the 
polymerization was discontinued, and excess ethylene was 
vented. The resulting polymer solution was eluted through 
alumina to remove catalyst impurities, and the volatiles 
were removed at 120° C. and 0.1 torr to yield 1.13 g of 
hyperbranched polyethylene as a clear viscous liquid. The 
resulting polyethylene a ratio (5R) of methyl hydrogens 
centered around 0.85 ppm to total aliphatic hydrogens fbv 
^H-NMR integration) of 0.51. 

Example 37; [ Ni (TC-methallyl) (Br) ] 2/^Pr3P/AlCl3 in C^B^Cl . 

In a glove box, under an inert atmosphere (nitrogen), 5 
mg (0.013 mmol) of nickel compound ( [Ni (71-methallyl) (Br ) ] 2) 
and 10 mg (0.062 mmol) of triisopropylphosphine (^Pr3P) were 
dissolved in 10 ml of CeHsCl in a glass autoclave liner. 
The 35 mg (0.26 mmol) of AICI3 was added. The glass liner 
was inserted into a stainless steel autoclave, and the 
autoclave was assembled in the glove box. The autoclave was 
connected to a constant feed of ethylene at 700 psi to begin 
polymerization. The polymerization was allowed to continue 
for 30 minutes at room temperature. At the end of 30 
minutes, the polymerization was discontinued, and excess 
ethylene was vented. The resulting polymer solution was 
eluted through alumina to remove catalyst impurities, and 
the volatiles were removed at room temperature and 0.1 torr 
to yield 0.84 g of hyperbranched polyethylene as a clear 
viscous liquid. 

Example 38: [Ni (7i~methallyl) (Br ) ] 2/^Bu3P/AlCl3 in C^Hi^. 

In a glove box, under an inert atmosphere (nitrogen), 5 
mg (0.013 mmol) of nickel compound { [Ni (71-methallyl) (Br )] 2) 
and 11 mg (0.054 mmol) of tri-t-butylphosphine (^BusP) were 
dissolved in 10 ml of cyclohexane (CeHizjin a glass autoclave 
liner. Then 35 mg (0.26 mmol) of AICI3 was added. The 
glass liner was inserted into a stainless steel autoclave, 
and the autoclave was assembled in the glove box. The 
autoclave was connected to a constant feed of ethylene at 
800 psi to begin polymerization. The polymerization was 
allowed to continue for 30 minutes at room temperature. At 
the end of 30 minutes, the polymerization was discontinued, 
and excess ethylene was vented. The resulting polymer 
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solution was added with stirring to methanol, then filtered. 
The filtrate volatiles were removed at 120° C. and 0.1 torr 
to yield 0.98 g of hyperbranched polyethylene as a clear 
viscous liquid. The resulting polyethylene had a molecular • 
weight (Mw) of 670 and a degree of branching of 0.47. 

Example 39: [ (1, 5-cyclooctadiene) Rh (CI) ] 2/dppe/AlCl3 
in CHCI3. 

In a glove box, under an inert atmosphere (nitrogen) , . 
10 mg (0.020 mmol) of rhodium compound ( [ (1, 5-cyclo- 
octadiene)Rh(Cl) ]2) and 17 mg (0.04 mmol) of 1,2-bis- 
(diphenylphosphino) ethane (dppe) were dissolved in 10 ml of 
CHCI3 in a glass autoclave liner. Then 53 mg (0.40 mmol) of 
AICI3 was added. The glass liner was inserted into a 
stainless steel autoclave, and the autoclave was assembled 
in the glove box. The autoclave was charged to 800 psi with 
ethylene (single charge) to begin polymerization. The 
polymerization was allowed to continue for 17 hours at 50° 
C. At the end of 17 hours, the polymerization was 
discontinued, and excess ethylene was vented. The resulting 
polymer solution was eluted through silica to remove 
catalyst impurities, and the volatiles were removed at 120° 
C. and 0.1 torr to yield 0.93 g of hyperbranched 
polyethylene as a clear viscous liquid. The resulting 
polyethylene had a molecular weight (M„) of 1100 and a 
degree of branching of 0.47. 

Example 40: [Ni (71-methallyl) (Br ) ] a/PCys/AlCls in 
CsHsCl . 

In a glove box, under an inert atmosphere (nitrogen) , 5 
mg (0.013 mmol) of nickel compound ( [Ni (7i-methallyl) (Br) ] 2) 
and 33 mg (0.12 mmol) of tricyclohexylphosphine (PCy3) were 
dissolved in 10 ml of CsHsCl n a glass autoclave liner. 
Then 35 mg (0.26 mmol) of AICI3 was added. The glass liner 
was inserted into a stainless steel autoclave, and the 
autoclave was assembled in the glove box. The autoclave was 
connected to a constant feed of ethylene at 800 psi to begin 
polymerization. The polymerization was allowed to continue 
for 30 minutes at room temperature. At the end of 30 
minutes, the polymerization was discontinued, and excess 
ethylene was vented. The resulting polymer solution was 
eluted through alumina to remove catalyst impurities, and 
the volatiles were removed at room temperature and 0.1 torr 
to yield 1.22 g of hyperbranched polyethylene as a clear 
viscous liquid- The resulting polyethylene had a degree of 
branching of 0.49. 
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Examples 4 1-42: oc-olefins usinn (i 5- 
Cyclooctadiene)Pd(CH.) f Cl) /dopp/AI m , % » ^u r,, 
on ,n^n?c°''^ box, under an inert atmosphere (nitroaen) 
llicl /?cin ""H^^°' palladium compound ( 1 , 5-cySooc?:Sl;ne 
nhS-'V ^""^ °f l,?-bis(diphenyl- 

phosphino) propane (dppp) were dissolved in 5 ml of CHCl 

1 trb^ITn"",^'"'"" ' 5 of the olefin S«ed In Table 

vented. The resulting polymer solution was eluted throunh 
alumina to remove catalyst impurities, and the volati^es 
were removed at 50° C. and 0.1 torr to yield hyperbranihL 

?aile 1. branching for the polyolefins are given in 



Table 1 



Example No. Olefin Yield (q) m« Branching 

41 propylene 3.5 680 0.54 

4^ 1-butene 3.4 1000 0.45 



Pd(CH3) (CI) /dppp/A l(C2Hs)^ in CHCI,^ ^ 

on ^"^n^^fi^^® ^^^^^ ^"®rt atmosphere (nitroaen) 

Idicl WCl 7f °^ palladium compound (1, S-cySioocXSUne 

nhl^^h-'V ^""^ ^^•^■'^ ""'Oi) °f l,2-bis(Jiphenyl- 

?^^?otn^•^''°^^"^ i^PPP' ^'^^^ dissolved in 5 ml of CHCI3. 
100 mg AW?"HT'dS^:? 'h ' ^'^^^ autoclave liner containing 
nlLT 1 ' dissolved in an additional 5 ml CHCI3. The 
aid ^h^"^^ ^"^"^^'i i"to a stainless steel autoclave 

?: ^ri---t 5So-c.-ir-"e^nrofTe trs!%^h: 

vented. The resulting polymer solution was eluted throuah 
alumina to remove catalyst impurities, and the volatiles 
were removed at SO" C. and 0.1 torr to yield 4 4 g of 
hyperbranched poly (1-butene) as a clear viscous liquid The 
hyperbranched poly (1-butene) had a molecular weigj? ^mJ) of 
340, and a branching ratio of 0.58. 
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It will be appreciated that the instant specification 
and claims are set forth by way of illustration and not 
limitation, and that various modifications and changes may 
be made without departing from the spirit and scope of the 
invention . 
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WHAT IS CLAIMED IS: 

wh,-^h^;« A method of synthesizing polymers from ethylene 

and on??ortr^^'^°"i^^^^"5 ""^^^ polymerization conditJo^s 
and optionally, in the presence of a haloaenated solvent 
ethylene and (b) a catalyst system consisting esslnJlaUy^oi 
(1 a transition metal component, (ii) an excess o? a Le^is 
acid component having the formula AlX.Rj.,, where X is a 
halogen R is a lower alkyl and x is 0 to 3, and 
optionally, (iii) a nitrogen, oxygen, phosphorus'or mixed 

the 'h°nmr ""t^^yl hydrogens centered around 0.85 ppm Tn ^ 
aJLh^M^K^^^'^^" °^ polymers relative to the total 

aliphatic hydrogens in the polymers of at least about 0.40. 

"^h® method of Claim 1, wherein the transition 

nIckel'anroaJLi' '"'"'^'^^ ^^^'^P consisting Sf 

nickel and palladium components, wherein R is selected from 

3. The method of Claim 1, wherein the ratio 91 is 
from about 0.4 0 to about 0.65. 

"^^^ ""^^^""^ °^ ^^^^"^ ^' "herein the transition 
metal component is selected from the group consistina of 
(Tr-(meth)allyl,Ni(Br)]„ (1, S-cycloocLdiLe'd (CHaMClf 
[Ni((meth)allyl) (trifluoroacetate)]2, Ni(l 5- ^^"3'^^-^'' 

c^^i^ffT"^"!?^''' ^"^^^^ Pd(l'5-cyclooctadlene)Cl2, 
Co(acetylacetonate)3, Mn (acetylacetonate) [(1 5- 
cyclooctadiene)Rh(Cl)]3 and alkyl, aryl and halide complexes 
of Ni and Pd, and mixtures thereof. complexes 

mo^ni^- method of Claim 1, wherein the transition 

Groui 6B Tcr Mo' "''h'S? component is selected frorn 

(11 cT \ 'ot .V' ^""P Re), Group 8 

Ag?'anS'Au?: ' ' '''' ^'°"P ^^u? 

is add;d Jd't^T^^^'^ of Claim 1, wherein the optional ligand 
is added to the polymerization mixture. 

selected fV^l rK^^""^ °^ ^' "herein said ligand is 

ohi ^ the group consisting of tri (cyclohexyl) 

phosphine, tri(tert-butyl)phosphine, tri (isopropy^^ 
phosphine, tri (phenyl) phosphine, pyridine, i;3- 
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ethane, 2 2'-dipyrxdyl, 1, 3-bis (diisopropylphosphino) 
1, 8-diazabacyclo[5. 4 .0]undec-7-ene. 

8. A method of synthesizing polymers from propylene, which 
comprises: contacting under polymerization conditions and 
optionally, m the presence of a halogenated solvent (a) 
propylene and (b) a catalyst system consisting essentially 
Of U) a transition metal component, (ii) an excess of a 
i:^ht?«^'' component having the formula AlX.Ra.^, where X is 
a halogen, R is a lower alkyl and x is 0 to 3, and, 
n?^io«oi^'^5^^^' " nitrogen, oxygen, phosphorus or mixed 
nitrogen and/or oxygen and/or phosphorus based monodentate, 
bidentate or tridentate ligand, so as to form branched 
propylene polymers that are viscous oils having a molecular 
weight in excess of about 300 and a non-regular 
microstructure having a ratio of methyl hydrogens 
centered around 0.85 ppm in the ^H-NMR spectra of the 
polymers relative to the total aliphatic hydrogens in the 
polymers of greater than 0.50; said Lewis acid component 
being present during the propylene polymer synthesis in an 
amount of from about 2 to 50 moles per mole of transition 
metal component . 

9. The method of Claim 8, wherein the transition 
metal component is selected from the group consisting of 
nickel and palladium components, wherein R is selected from 
the group consisting of methyl, ethyl, propyl, isopropyl and 
butyl, wherein X is selected from the group consisting of CI 

10. The method of Claim 8, wherein the transition 
metal component is selected from the group consisting of 
[ {K-(meth)allyl)Ni(Br) )2, (1 , 5-cyclooctadiene) Pd (CH3) (CI) 
[Ni ( (meht)allyl) (trifluoroacetate) ]2, Ni(l,5- 
cyclooctadiene)2, PdClj, Pd (1, 5-cyclooctadiene) CI2, 
Co(acetylacetonate)3, Mn (acetylacetonate) 2, [(1 5- 
cyclooctadiene)Rh(Cl)]2 and alkyl, aryl and halide complexes 
of Ni and Pd, and mixtures thereof. 

11. The method of Claim 8, wherein the transition 
metal m said transition metal component is selected from 
Group 6B (Cr, Mo, and W) , Group 7B (Mn, Tc, and Re), Group 8 
(Fe, Co, Ni, Ru, Rh, Pd, OS, Ir, and Pt) and Group IB (Cu 
Ag, and Au) . 

12. The method of Claim 8, wherein the optional liqand 
IS added to the polymerization mixture. 
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, l^: method of Claim 12, wherein said ligand is 

selected from the group consisting of tri (cyclohexJJr 
phosphine, tri(tert-butyl)phosphine, tri (isopropyl ) 
phosphine tri{phenyl)phosphine, pyridine, 1, 3-bis (diphenyl- 
phosphino) propane, 1 , 2-bis (diphenylphosphino) ethane, 2/2 
dxpyrxdyl 1 , 3-bis (diisopropylphosphino) propane, bi;(2- 
diphenylphosphinoethyDphenylphosphine, and 1.8- 
diazabicyclo (5 . 4 . 0] undec-7-ene . 

14. A method of synthesizing polymers from butane 
whxch comprises: contacting under polymerization conditions 
and optionally, in the presence of a halogenated soJvenJ (a) 
butene and b a catalyst system consisting essenttaKy of 
(D a transition metal component, (ii) an excess of a LSL 
acid component having the formula AlX.Rs-., where X is a 
halogen, R is a lower alkyl and x is 0 to 3 and 
optionally, (iii) a nitrogen, oxygen, phosphorus' or mixed 
nitrogen and/or oxygen and/or phosphorus based monodeiJate 
bidentate or tridentate ligand, so as to form butene 
polymers that are viscous oils having a molecular weight in 
excess of about 300 and a non-regular microstructure having 
thrt^°Mf?p "methyl hydrogens centered around 0.85 ppm in 
the H-NMR spectra of the polymers relative to the total 
aliphatic hydrogens in the polymers of at least about 0.40. 

15. The method of Claim 14, wherein the transition 
nfovii ''^nS°"^?^ selected from the group consisting of 
nickel and palladium components, wherein R is selected from 
the group consisting of methyl, ethyl, propyl, isopropyl and 
of ^i'anS Br " selected from the gJoup coLi?^Ing 

16. The method of Claim 14, wherein the ratio JR is 
from about 0.4 0 to about 0.65. 

17. The method of Claim 14, wherein the transition 
T,l < ""v^r??"? " selected from the group consisting of 

(Ji- meth)allyl)Ni(Br)]2, d, 5-cyclooctadiene) Pd (CH3) (CI), 
tNi((meth)allyl) (trif luoroacetate) ] 2, Ni(l 5- 
cyclooctadiene)2, PdClj, Pd (1, 5-cyclooctadiene) CI2, 
Co(acetylacetonate)3, Mn (acetylacetonate) 2, [(1 5- 

ofiranftr^^''!;''''^^^ ^''y^' ^^^'^^^ complexes 

of Ni and Pd, and mixtures thereof. 

18. The method of Claim 14, wherein the transition 
metal in said transition metal component is selected from 
rJr^^^ and Re), Group 8 
Ag aSd'A^)' ' ' Group IB (Cu? 
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Hrr.ni^; "^^^ l^^^*"""* °^ Wherein the optional 

ligand is added to the polymerization mixture. 

selected from hh^^^"^ °^ ^^^""^ ^^^^ ^^9^"^ is 

^hi! K ^ consisting of tri (cyclohexyl) 

phosphine, trx(tert-butyl)phosphine, tri (isopropy^f 
phosphine, tri (phenyl) phosphine, pyridine, 1,3- 

ftl^f^fi' Of synthesizing polymers from C5-C24 oc- 

olefins which comprises: contacting under polymerization 
conditions and optionally, in the presence^f TSalogenated 
solvent (a) at least one Cs-C., cc-olefin and (b) a ca?altst 
system consisting essentially of (i) a transition metal 
component (11) an excess of a Lewis acid component havina 
the formula AIX.R3.,, where X is a halogen, R Is a lower ^ 
alkyl and X is 0 to 3, and, optionally, (iii) a nitroaen 
oxygen, phosphorus or mixed nitrogen aAd/or oxygeJ and/S^ 
phosphorus based monodentate, bidentate or tridenJate 
ligand, so as too form branched polymers that are viscous 
oils having a molecular weight in excess of about 3J0 and a 
non-regular microstructure . 

= "^""^ method of Claim 21, wherein the transition 

nickil'^^Tn^^^ '"'""^^^ ""^^ consisting o? 

nickel and palladium components, wherein R is selected from 

butvl'°whereln'f '"^ °f "''^y^' ^^^P^^' -opropyf ^nd 

and B^. " selected from the group consisting of CI 

m»^.i^^' '^^^ method of Claim 21, wherein the transition 
metal component is selected from the group consisting o? 

(n- meth) allyl) Ni (Br ) ] „ (1, 5-cyclooctadiene) Pd ictuci) 
[Ni(^meth)allyl) ( trif luoroacetate) ] „ Ni (1, 5-cyclo- 
octadiene)2, PdCl^, Pd (1, 5-cyclooctadiene) CI2, 
Co(acetylacetonate)3, Mn (acetylacetonate) [(1 5- 
cyclooctadiene)Rh(Cl)]3 and alkyl, aryl and kalide complexes 
of Ni and Pd, and mixtures thereof. complexes 

mo-.i^^' '^^l °^ 21, Wherein the transition 

Sroup SB ?cl M^'^'^'S? component is selected f?om 

TfI cl N? 'p 'oK^'^n!'' ^""P Re), Group 8 

lia;,nH^; "^IJh "?^5^°^^°f ^laim 21, wherein the optional 
Ixgand is added to the polymerization mixture. 
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26. The method of Claim 25, wherein said liqand is 
selected from the group consisting of tri (cyclohexyl ) 
phosphine, tri (tert-butyl)phosphine, tri (isopropyl) 
phosphme, tri (phenyl) phosphine, pyridine, 1, 3-bis (diphenvl- 
phosphino) propane, 1 , 2-bis (diphenylphosphino) ethane, 2,2'- 
dipyridyl, 1, 3-bis (diisopropylphosphino) propane, bis (2- 
diphenylphosphinoethyDphenylphosphine, and 1 8- 
diazabicyclo [5.4.0] undec-7-ene . 

27 A viscous, oily polymer derived from ethylene; 
?nn ^^^^"9 3 molecular weight in excess of about 

300 and havxng a non-regular microstructure exhibiting a 
ratio SR of methyl hydrogens centered around 0.85 ppm in the 
H-NMR spectra of the polymer relative to the total 
aliphatic hydrogens of at least about 0.40. 

28. A polymer according to Claim 27, having a ratio 5R 
of methyl hydrogens centered around 0.85 ppm in the ^H-NMR 
spectra of the polymer relative to total aliphatic hydrogens 
of from about 0.40 to about 0.65. 

* / polymer prepared in accordance with the method 

oi Claim 1 . 



30. A viscous, oily polymer derived from propylene; 
said polymer having a molecular weight in excess of about 
JOO and having a non-regular microstructure exhibiting a 
ratio 91 of methyl hydrogens centered around 0.85 ppm in the 

H-NMR spectra of the polymer relative to the total 
aliphatic hydrogens of greater than 0.50. 

31. A polymer according to Claim 23, having a ratio 5R 
of methyl hydrogens centered around 0.85 ppm in the ^H-NMR 
spectra of the polymer relative to total aliphatic hydrogens 
of from greater than 0.54 to about 0.65. 

* r..^^' «^ polymer prepared in accordance with the method 
of Claim 8 . 



33. A VISCOUS, oily polymer derived from butene; said 
polymer having a molecular weight in excess of about 300 and 
having a non-regular microstructure exhibiting a ratio 9? of 
methyl hydrogens centered around 0.85 ppm in the ^H-NMR 
spectra of the polymer relative to the total aliphatic 
hydrogens of at least about 0.40. 

34. A polymer according to Claim 33, having a ratio W 
of methyl hydrogens centered around 0.85 ppm in the ^H-NMR 
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spectra of the polymer relative to total aliphatic hydrogens 

of from about 0.40 to about 0.65. f j.^ nyarogens 

of Claim 14 prepared in accordance with the method 

of Claim 21 prepared in accordance with the method 

37. A method of synthesizing aryl-capped branched 
polymers of ethylene, propylene, butene and C5-C24 a- 
olefins, which comprises: contacting under polymerization 
conditions in the presence of an aromatic comp^nS 
susceptible to Friedel-Craf ts alkylation (a) at least one 
monomer selected from the group consisting of ethylene 
propylene, butene and C5-C24 a-olefins and (b) a catalyst 
system consisting essentially of (i) a transition metal 
component (li) an excess of a Lewis acid component having 
the formula AlX.Ra.,, where X is a halogen, R Is a lower 

oivaL^^'^h'' ° ^° ^' °Ptionally, (iii) a nitrogen, 

oxygen, phosphorus, or mixed nitrogen and/or oxygen and/or 
phosphorus based monodentate, bidentate or tridentate 
ligand; said aryl-capped branched polymers having a non- 
regular microstructure; said aryl-capped branched polymers 
exhibiting a ratio 5R of methyl hydrogens centered around 

^""^^ spectra of the polymer relative to 
the total aliphatic hydrogens of at least about 0 40 for 
aryl-capped ethylene and butene polymers, and a ratio 5R of 
methyl hydrogens centered around 0.85 ppm in the ^H-NMR 
spectra of the polymer relative to the total aliphatic 
polJSerr °^ greater than 0.50 for aryl-capped propylene 

38. The method of Claim 37, wherein the transition 
metal component is selected from the group consisting of 

(n-(meth)allyl)Ni{Br) ]2, {1,5-cyclooctadiene) Pd(CH3) (CI) 
[Ni({ineth)allyl>(trifluoroacetate)]2, Ni(l 5- 
cyclooctadiene)2, PdClz, Pd (1, 5-cyclooctadiene) CI2, 
Co{acetylacetonate)3, Mn (acetylacetonate) 2, t(l,5- 

ofir^nn'^PH"^^^!!'''^^^^ ^"^ •^^li^^ complexes 

o£ Ni and Pd, and mixtures thereof. 

39 The method of Claim 37, wherein the aromatic 
compound susceptible to Friedel-Craf ts alkylation is 
selected from the group consisting of benzene, toluene, 
xylene and naphthalene. ' 



40. 



The method of Claim 37, wherein the transition 
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metal in said transition metal component is selected from 

TfT'^cT K^'p'^^'ph^^o!'' ^-)' Group 8 

Agr'and'Au)'. ^-"P (Cuf 

41 The method of Claim 37, wherein the optional 
ligand is added to the polymerization mixture. 

^^^^"^ 2''' "^e"in said ligand is 
selected from the group consisting of tri (cyclohexvl ) 
phosphine, tri(tert-butyl)phosphine, tri (isopropylj 
phosphme tri ( phenyl )phosphine, pyridine, 1,3-bis diphenyl- 
phosphino) propane, 1, 2-bis (diphenylphosphino ethane? 2 2 ' - 

H-SJ;f ^^"'^"«°P^°PylPhospl^ino) propane, (2- 

diphenylphosphinoethyDphenylphosphine, and 1,8- 
diazabicyclo [5.4.0] undec-7-ene . 

as th:'monom:r":^J;p^n:^t'i:r ' ^^'^^^"^ "^^^ 

With IL meSod"f C?a?r37'^' '^''^'^ accordance 
With Jhe meSod'Jf ^Ja^r;?'" ^" accordance 

46. A method of graft polymerizing hyperbranched 
polymers of ethylene, propylene, butene and C5-C2, a-olefins 
^on^J^^ pendant aryl groups of polymers,- which comprises: 
contacting under polymerization conditions and optionally, 
m the presence of a halogenated solvent (a) at least one 

Kitted fSm\hr''^"' ^^^^^ "'^"^"'er 

li^ r r ^^°"P consisting of ethylene, propylene 

and C,-C24 a-olefins and (c) a catalyst system consisting 
essentially of (i) a transition metal component, (ii) an 
!Jf^ry° ^ ^r^^ component having the formula AlXxRa-x, 

where X is a halogen, R is a lower alkyl and x is 0 to 3 

m?v:H°J^i°"^ ^' i^^^' ^ nitrogen, oxygen, phosphorus, or 
mixed nitrogen and/or oxygen and/or phosphorus based 
monodentate, bidentate or tridentate ligand; said graft 
polymerized hyperbranched polymers having a non-reqular 
microstructure; said graft polymerized hyperbranched 
llS^H^n ^^^^^^"9 a ratio ?R of methyl hydrogens centered 
around 0.85 ppm m the ^H-NMR spectra of the polymer 

Jlr total aliphatic hydrogens of at least about 

0.40 for polymers synthesized using ethylene or butene as 
the monomer component (b) , and a ratio W of methyl 
hydrogens centered around 0.85 ppm in the ^H-NMR spectra of 
the polymer relative to the total aliphatic hydrogens of 
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greater than 0.50 for polymers synthesized using propylene 
as the monomer component (b) . 

47. The method of Claim 46, wherein the transition 
metal component is selected from the group consisting of 
[ (7t- (meth) a-llyl-)Ni (Br) ]2, d, 5~cyclooctadiene) Pd (CHa) (CI) , 
[Ni ( (meth) allyl) ( trif luoroacetate) ] 2, Ni (1, 5- 
cyclooctadiene)2/ PdCla, Pd (1, 5-cyclooctadiene) CI2, 
Co{acetylacetonate) 3, Mn (acetylacetonate) 2, [ (1,5- 
cyclooctadiene)Rh(Cl) ]2 and alkyl, aryl and halide complexes 
of Ni and Pd, and mixtures thereof. 

48. The method of Claim 4 6, wherein the polymer having 
pendant aryl groups is polystyrene. 

49. The method of Claim 4 6, wherein the transition 
metal in said transition metal component is selected from 
Group 6B (Cr, Mo, and W) , Group 7B (Mn, Tc, and Re), Group 8 
(Fe, Co, Ni, Ru, Rh, Pd, Os, Ir, and Pt) and Group IB (Cu, 
Ag, and Au) . 

50. The method of Claim 4 6, wherein the optional 
ligand is added to the polymerization mixture. 

51- The method of Claim 46, wherein said ligand is 
selected from the group consisting of tri (cyclohexyl) 
phosphine, tri ( tert-butyl) phosphine, tri (isopropyl) 
phosphine, tri (phenyl) phosphine, pyridine, 1, 3-bis (diphenyl- 
phosphino) propane, 1, 2-bis (diphenylphosphino) ethane, 2,2*- 
dipyridyl, 1, 3-bis (diisopropylphosphino) propane, bis (2- 
diphenylphosphinoethyl)phenylphosphine, and 1,8- 
diazabicyclo [5.4.0] undec-7-ene . 

52. The method of Claim 4 6, wherein ethylene is used 
as the monomer component (b) - 

53. Graft polymerized hyperbranched polymer formed in 
accordance with the method of Claim 46. 

54. Graft polymerized hyperbranched polymer formed in 
accordance with the method of Claim 52. 
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